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MsoGpeTeHHe othochtch k 4epw>ft NeTaAJiyp- 

r«M, o UMCtino * cnotody n fonjouiu: i Dd bmcoklh 
XpOMHCTUX « APyr«X KOM tUICKCHO- JlfclH pu Bd II- 

hux «ep*aBeRHttHx ctbacA, b tom micne Aem- 

-pOaaHHUX TMTaHOM. 5 

HaBeCTHufi cnocoO nany^eHHH Hep>naB^Kwuefi • 
xpoKcoxiepacameA ct3jih BXAioiaeT a ce(5a pac- 
oviaajieHHe ujhxtu, o6e3yrjiepo5KH&anHe pac- \ 
HAaaa, pacKHCAenne, .nerHpoBaHHe h BwnycK 
nvxaaKH b kobuj noA nepBH^HMM mnaKOM. B BaH- 10 
Hy no xoAy' luiaaKH bboaht okhcjiu Mapraaaa. 
OcHQBBOCTb uLnaxa nepeA BbinycKOM JUiaaKH hs 
ne^H yaej!ttqHBaioT nyTeM npkcaAKH wapram^ 

BOfl HJ1H XpOMHCTOH P yA« H3BCCTH, JX*Jiee ^^r. ,^ c ^^, cTa^eR - CMeChJO KHCXODOJia M 

raju. lepea cronap„oe oxBepctHe liepejiHaaiOT 15 a30T S. XpoMoaaH IVvm (^H^oar^nSLver 
.nerKOOKHOiaioii^iMHCH 3JieM«HtaM^. BanoHMen vi.^ 
mBb«^iiarepBajiw . hjim otctuucHfl 

awiaK. OAMaico stoV cnocoO "xapampHayeTCfliMVnM 
.^^PyA«.H;rpyiu,oc™MH.^ 

ro e a H r H p e era n T P r e0aH ^ tHOC1 ^ > «™™^^^*»™ ? ^ 



Bbiny<iK rwaaKH ocywecTBJiflift^ rienocoeiicta^i 
110 b cta^epa3A«B0iHUB KOBiD npH ocHds^cxrm 
UIabkb hc ueHec 1,3 c Ojn»Bpe*eHHMic ^er»pt>- ' 
bbhh€&i Merajjjia thtshom. \ ^ 

Bun/iaaica. cravtM no HOBOiny cnoco6y aamilb- v 
^aeTca b .oieAyiotuew. B craJi^aBiuiM^ 
neqb aarpyHcam uetaajiHwecicyio iniixTyi xpo^ ; 
MpByw pyAy, okhchu hah Ka.p6oHaThi napraniia 

KOCHOBHUe ULQdK006pa3yi0UlH6 MBTepHiaviu 3a* 

xeM b o6uuHOM nopaAxe pacojiaBAHiOT h o<5eayr- 
Jiepo)KflBaiOT pacnjiaB. IlpH <m>M flpoAysxy 

jnpOHS BOAHT KHCAOpOAOM HflH pCCCblO KHCTlOpO- 

v na h HeftTpaAbaora rasa, a npn BWoAamte aaof- 
coAep)«aiuMX CTa^eft^cM^wo KH^bpoia h 
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[see English abstract-separate page] 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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